PHOTOGRAPH NO. 64.   X50.
Twelva-lnch g'un.   Slag' In unetched specimen.
PHOTOGRAPH NO. f»5.    X6Q, Tw«tv«-lnch «un»   Same area at No, 64. «teh«d with alcoholic nitric ac!d.slag: inclusions. Slag Inclusions. broken recoil spring showing excess cementite, Indicating high carbon. Left, white lines are cementite etched with nitric acid solution; right, dark lines are cementite etched with sodium plcrate solution.negative and print. It will be found that polished surfaces will oxidise if exposed to the air or to moisture. Specimens should be washed in alcohol and stored in air-tight boxes.
